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1 . (Original) A composition comprisijig poly(arylcne elher) resin and a hydrogcnatcd 
block copolymer of tm allccnyl aroiniilic compound and a conjugated dicnc, wherein the 
hydroficnalcd block copolymer has up to about 20 percent rcsitlual pendajit aliphalic unsaniralion 
atjd at least about 30 percent residual in-cbain aliplialic unsaturation. 

2. (Onginal) The composition of Claim 1, wherein the polyCaiylenc ether) rosin is 
presciil in an amount of about 10 to about 98 weight percent, based on Ihe total weighl of the 
comix)sition. 

3. (Original) The composilion of Claim 1, funhcr comprising a poly(alkcnyl 
jiromalic) rosin. 

4. (Oriijinal) The composilion of Claim 3, wherein thcpoly(alkenyl aromatic) resin is 
present in an amount up to about 90 weighl percent, based on the total weight of the composition. 

5 . (Original) The composition of Claim 3, wherein the poly(alkenyl aromatic) resin is 
a rubber-modi tied poIy(alk6nyI aromatic) resin, 

6. (Original) The composition of Claim 1 , wherein hydrogcnaleKl block copolymeirof 
an alkcny) aromatic com])oiind and a conjugated dicnc is present in an amount of about 2 to about 
40 weight percent, based on the total weight of the composition. 

7. (Original) The composition of Claim 1, wherein the poly(arylene ether) resin has 
an intrinsic viscosity of about 0. 1 to aboul 0.6 deciliter per gram i\s measured in cblorolbrm at 

S. (Original) The composition of Claim 1 , wherein hydrogcnatcd block copolymer of 
an alkcnyl aromatic compound and a conjugated dienc is a styrcno-(butadiene-butylcno)-slyTcnc 
block copolymer. 
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9. (Original) The composition orClfiim 1, further comprising one or more additives 
$clccicd from the group consistrng of sUihihV.ers, mold release agents, processing aids, flaiTic 
reimlnnts, drip relrjrdniifs, nuclcaling agents, IIV blockerK, dyes, pigments, fillers, conductive 
fillers, antioxidants, anti-slalic agents, and blowing agents. 

1 0. (Original) An article comprising the composition of Claim 1. 

1 1 . (Original) A composition comprising poly(arylene ether) resin, a rubber-modi (led 
poly(alkcnyl aronialic) resin and a styrcnc-(butadicnc-butylene)''Styrcnc block copolymer 

12. (Original) A method of making an article comprising molding a composition 
comprising polyfaiylcnc ether) resin and ahydrogonaled blockcopolymer of an alkcnyl aromatic 
compound and a conjugated dienc, wherein thehydrogcnatcd block copolymcrhas up to about 20 
percent residual pendant aliphatic imsaturation and at least about 30 percent residual in-cliain 
aliphalic unsaturation. 

1 3. (Original) The method of Clain) 1 2, wherein the po)y(ai-yleno ether) resin is present 
in an amouJU of about 10 to about 98 weight percent, based on the total weight of the 
composition, 

1 4. (Originn I) The method of Claim 12, wherein the composition further comprises a 
poly(alkonyI aromatic) resin. 

15. (Original) The ntcthod of Claim 14, wherein the poly(alkcny| aromatic) resin is 
present in an amount up to about 90 weight percent, based on the total weight of the composition. 

1 6. (Original) 'f he method of Claim 14, wherein thepoly(alkcnyl aromatic) resin is a 
riibbcr-modificd poly(alkenyl aiomatic) rosin, 

1 7. (Original) 1 he method of Claim 12, wherein hyiilrogcnatcd block copolyjncr of an 
alkctiyl aronmlic compound and a conjugated dicjic is present in an amount of about 2 to about 40 
weight percent, based on (he total weight of (he composition. 
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] 8, (Originyl) The niciliod of Claim 1 2, wherein Iho poly(arylcne elhcr) rc$in has aa 
inlriiisic viscosity of about 0. 1 to nboiit 0.6 deciliter per gram as measured in chlorofonn at 25**C. 

19. (Original) The mcLhocI of Claim 1 2, wherein hydrogcnatcd block copolymer of an 
alkonyl aromatic compound and a conjugated dicne is a styTene-(butadicne-butylcne)-styrenc 
block copolymer. 

20. (Original) The method of Claim 12, further comprising one or more additives 
selected from Ihc group consisting of stabilizers, mold release agents, processing aids, flame 
rclard?inls, drip rctardnnts, nucleating agents, UV blockers, dytjs. pigments, niiers, conductive 
lillcrs, aniioxidantii, anti-slatie agents, and blowing agents. 

2 1 - (Original) The method of Claim 12, wherein molding comprises injection molding. 

22. (Original) An article made by the method of Claim 12. 

23. (Original) A composition comprising poly(arylcne ether) resin, po[y(alkcnyI 
aromatic) resin and a hydrogcnatcd block copolymer of an alkcnyl aromatic compound and a 
conjugated dicnc, wherein the hydrogcnatcd block copolymer has up to about 20 percent residua! 
pc(\dnnt aJijihatic unsaturalion and al least about 30 percent residual in-ehain aliphatic 
un^nluralion. 

24. (Original) Tlic composition ofClaim 23, wherein tlic poly(arylene ether) resin is 
present in an amount of about 10 to about 98 weight percent, based on Ihe total weight of the 
composition. 

25. (Original) 'llic composition of Claim 23, wherein the poly(alkenyl aromatic) resin 
is present in an amount up to about 90 weight percent, based on the total weight of the 
composition. 

26. (Origi nal) The composition of Claim 23, wherein lhepoly(alkcnyl aromatic) resin 
is a rul7boT-mo<h*ficd poly(alkenyl aromatic) resin. 
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27. (Odginnl) The composition of Claim 23, whcrcia hydrogcnaled block copolyincr 
of an nlkcny) ai oninlic coinpouncl and a conjugated dicnc is present in an amount of about 2 to 
about 40 weight pcrcctil, based on the total weight of the composition. 

28. (Origijial) The composition of Claim 23, wherein the poly(arylcne ether) resin has 
an intrinsic viscosity of about 0.1 to about 0.6 deciliter per gram as measiued in chlorofomi at 

29. (Orifiinal) The composition of Claim 23, wherein hydrogcnatcd block copolymer 
of an alkciiyl aromatic compound and a conjugated dicnc i$ u styi"cnc-{buladienc-binyIcTic)- 
Klyi enc block, copolymer. 

30. (Original) The composition of Claim 23, further comprising one ormorc addilivcs 
selected from the group consisting of stabilizers, mold release agents, processing aids, flamo 
rclardants, drip retnrdants, luiclealing agents, UV blockers, dyes, pigments, fillers, conductive 
fillers, antioxidants, *anti-stutio agents, ajid blowing agents. 

31. (Original) A mcUiod of making an article comprising molding a composition 
comprising poly(aiylenc cihev) resin, po1y(alkenyl aromatic) resin and a hydrogcnatcd block 
copolyincr of an alkenyl aromatic compound and a conjugated dicnc, wherein the hydrogcnatcd 
block copolymer has np to about 20 percent residual pendant aliphatic unsaturation and at least 
about 30 pei-uent residual in-chain aliphatic unsaturation. 

32. (Onginal) A composition consisting essentially of a poly(arylcne ether) resin, 
poly(alkcnyl aromatic) resin and a hydrogcnatcti block copolymer of an alkenyl aromatic 
coi npound and a conjugated dicne. wherein the hydrogcnatcd block copolymer has up to about 20 
percent residual pendant aliphatic unsaturation and at least about 30 percent residual in-chain 
aliphatic unsaturation. 
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33. (Original) The rcaciion product ofa composilioji comprising a polj^niylcncolhcr) 
roi^in, poly(alkcjiyl aromatic) resin and ahydrogcnaled block copolymer of an alkcjiyl aroinntic 
compound and a conjugated dienc, wherein tlio hydrogcnatcd block copolymer has up to aboiit20 
percent residual pcn<iant aliphatic unsaluralion and at least about 30 percent residual in-cliain 
aliplialic unsaturation. 

34, (Original) A compositior^ comprising 

about 30 lo about 55 weight percent of apoly(aiylcnc ether) resin; 

about 35 to about 65 weight percent of apoly(alkenyl aromatic resin); and 

about 4 lo about 20 weight percent of a hydrogenated block copolymer of an alkenyl 
aromu tic compound and a conjugated dicne, wherein the hydrogcnatcd block copolymer has up to 
[ibout 20 percent residual pendant aliphatic unsaluration and at least about 30 percent residual 
in-chain aliphylic unsoturation, wherein all amounts arc bivsed on the total weight of the 
composition. 
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